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(57) Abstract 

Hardener/epoxyde resin combinations resisting to methanol- or ethanot-fuel mixtures and particularly indicated for 
the manufacturing of preformed parts used in engines and in contact with such a mixture or also with motor oil at a tem- 
perature higher than 180°C. These combinations contain as epoxyde triglycidylisocyanurate, tetraglucidyl-diamino-di- 
phenylmethane, tetraglycidyl-diamino-diphenylsulfone or triglycidylaminophenol, alone or mixed, as well as one or a plu- 
rality of the following aromatic or heterocyclic aminohardeners: 2,4,6-triamino-l,3,5-triazine, diamino-diphenylmethane, 
diamino-diphenylsulfone, as well as aminophenol ester, respectively aminophenol or phenylenediarnine. The hardener/ 
epoxyde resin combinations may be used in lacquer systems, as binder for parts obtained from pressure moulded materi- 
als, as binder for carbon brushes and as matrix for parts obtained from orientated endless fibres. 

(57) Zusammenf assung 

Epoxidharz/Harter-Kombinationen, die gegen Methanol- bzw. Athanol-Kraftstoffgemische bestandig sind und die 
sich daher besonders eignen fur die Hertellung von Formteilen, die in Motoren an Stellen Anwendung fmden, die mit ei- 
nem entsprechenden Gemisch oder auch mit Motorenol von einer Temperatur grosser als 180°C in Beriihrung kommen. 
Diese Kombinationen enthalten als Epoxid Triglycidylisocyanurat, Tetraglycidyl-Diamino-Diphenylmethane, Tetraglyci- 
dyl-Diamino-Diphenylsulfone oder Triglyddylaminophenole, einzeln oder in Mischung, sowie einen oder mehreren der 
folgenden aromatischen oder heterocyclischen Aminharter: 2,4,6-Triamino-l,3,5-triazin, Diamino-Diphenyhnethane, Dia- 
mino-Diphenylsulfone sowie Aminophenolather bzw. Aminophenole oder Phenylen-Diamine. Diese Epoxidharz/Harter- 
Kombinationen konnen in Lacksystemen, als Bindemittel fur Telle aus Pressmassen, als Bindemittel fur Kohlebursten so- 
wie als Matrix fur Teile aus gerichteten Endlosfasern verwendet werden. 
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Jegen Methanol- b zv. Athauol-Kraf t st of f gesiis 3 he 
bestandige ETJOxiiharg/Harter-Koabiaationes 

Stand der Technik 

Die £r fin dung geht aus ron Epoxidharz /Hart ar-Kombinat ionen 
each der Gattuag des Hanptaaspructis . Durcplas t i3che BCunst- 
stoffe bzv. hieraus aer gest ellt e , ggf. f as erirer s t arkt e 
?crmteile verden mehr und zaehr beim 3au von Verb r earnings — 
mc-coren, beispieis vei 3 e 70a Kraftfahrzeugsn, eingesetzt. 
Dies liegt 7or allem daraa, daS sich bei ihnen sear gut e 
Festigkeit seigenschaf ten aiir einem geringen C-evicht ver- 
biadea, so daB bei spiels veise bei schnell sich bevegenden 
Teilen vie einem Vent iif edert eller die bevegte Masse 
klainer gehalten verden kann und so die Leistung des 
Motors sich ohne Schvierigkeiten vergrSSern iaBt . Das 
gleiche gilt auch beispielsveise fur 31ekx rokr af t st o f f - 
puapea. Ss hat sich dabei jedoch herausgest ell" , daS bei 
Teilen, die mit Methanol- bsv. Athanol-£raf t stof f ge- 
mischea cder auch bei Temper at uren oberhalb von 180 
ait Motorol in Heruhrung koamen und unter die sea 3e- 
dingungen mechanisch belastet verden, bei den entsprechen- 
den Teilen ein Yerlust an Festigkeit und Steif igkeit , 
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eine Quel lung und, aieraurch verursacnt , eine And e rung 
der Dimeasicnan auftrsten kann , vas die sat sprscbanden 
Telia 3 chli efSiich. unbr aucnbar aacht . 

Vorteile der "2rf iadung 

Die erf iaduagsgsmaSen 2poxidaar z /Hart ar-3Combinat io nan 
2i it dan kennsa ichnenden Merkmalan das Haupnauspruchs nab en 
damgegan-lber dan 7on:ei£,, daB sie gagen die obengenannt en 
5Craft3tof f gsatische und ga gen Mg~ or eno 1 auca bed araoaten 
Temper aturea bestandig sind. Dies eraf faet neue konstrui- 
tive Moglic bke i^ en fur b i sber an 3 ander.en r Jerksto?rsn, 
vorzugs veis a aus Met alien hergest elite Telle , die in Aggre- 
gaten eingesetzt verdea , vo diese Teila nit Xraf t sto ff en 
odei- Olen in Terbindung komnen . 

3e soaders rrorteilhaft ist die Terpen dung der iza Eaupnac— 
spruca angegeb anen Spoxidhar z /Eartar-Koabiaat iouea in 
Verbiadung rait Lacks yst enen , vobei as sich urn Scamelz- 
lacks, urn geios^e Lacke , abar aach genauso gut urn Pulrer- 
lacke oder Wirbels inter puller handaln kann^ sovie als 
3iademi"5~el fur Taile, die aus ?rs3aiassen aergestellt 
verdea , vobei als 3e ispiel ein Vent ilf edert elier aus 
Glas-Kurzf asern genannt seij al3 Sindemittel fur Kohle- 
bur st en , beispielsveise fur dea 2iasatz in Slektrokraf t — 
stof f pumpeni scalieSlica als Matrix fur Telle aus ge- 
riahteten Endlosfasern vie Glas - oder Xoaleast of f asern , 
vo als Beispiel 3ur 3 t eadruckf adern in Form von Ring- 
fedarn aus gevickelten Rowings oder Bur snenh alt erkr alien 
aus rerpreSten Glasf aser gevebea fur den Siasatz in Slek- 
trokraf tsto ffpumpen genannt saien. 



BAD ORIGINAL 




WO 85/00823 



PCT7DE84/00146 



- 3 - 

3eschr aibung dar Ausf uhruags beispiele 

Aus eiaea Geai s ch der Har:e TGDDM/TOA? ait Zusatz das 
Harters DDS so vie aus 100 Gev. -Teilea TGDDM ait -52 Gev.- 
Teilea DDS' vurdaa ia bekaanter Weise Glas gevebeiamiaat a 
hergsstell-. STaca eiaer fuaftagigsa Lageruag bei 115°C 
ia eiaea FAM-M 1 5-?ruf gaais ch , eiaem Met aaaol-Kraf t st aff- 
Geaiscih mit 0,5 5 Was s er , konate kein Fast igkeit s verlus t 
festgeste2.lt warden. 3ach 20--cagiger lageruag ia dieses 
Medium bei Rauateaperatur varea die Laaiaate ia Faser- 
rich-cuag ua aur 0,1 bis 0,2 % gecuoiiea. tfaca tausead- 
stuadiger Lagerung ia Mot or 31 voa l30°C vies ea die Laai- 
aate aoca eiaa Hest Test igke it von ca. 95 % auf . 

Aus Glasf as erroviags mit eiaer Matrix aus 100 Gev. -Teilea 

TGDDM/TGA? ait 35 Gev. -Teilea DDS als Hart er vurdea ge- 

schlitzte Hiagfedera gevickelt uad ausgehartet uad diesa 

.2 

uater eiaer Vorspaaauag voa 1^-5 ^/aa" dea Kocate3t ia daa 

obengeaanat ea Prufgeaisch uatervorfen, den sie ohne 

Diaeasioas- oder Steif igkeit saadsruag uberstaadea habea. 

Easpreohend her gest elite Vollr ing-Feder n ua t ar eiaer 

2 ... 
Vorspaaauag von ^20 N/ma vie s en eb ea falls keiae Steifig- 

keitsaaderuag auf, 3ie zeigtea jedoc'n aiae bleibeade 

Ovalrerf orauag voa ca. 5 % des Durchaa s 3 ar s . 

3ei der Vervenduag voa Glasfasera ia Zusaaaeaaaag ait den 
geaaaatea Spoxidhar z /Hart er-Xombiaa-s ioaea au3 dar auf ge- 
achtet verdaa, daS die Roviags odar Gavabe au3 dea Glas- 
fasera schlicht af rei uad silaaisiert siad, da die ub- 
lichea Glas f aserscal ica't aa ia daa ganaaatea Mediaa nica~ 
bestaadig siad. 
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Zin - einea aus TGDOMv'TC-A? ai- ZDS ais Harder "ner ge- 

3- ell~ e a Lack Lackier-es link— DruckguSteiZ sovis a in ail: 

aus TC-IC/DDS her gest ellt en Lack lackiesrSss Alustiaiuaalecb. 

abs olriert en den o bengeaaant en Sochtast cans jsgliche 

SCorrosioa. 4 
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Aispruche 

1. Hpoxidhars/Harter-Klomainationen, die gegen Methanol- 
b2V. Athanol-Krajf-s tot t gemische bestandig 3 ind , dadurch - 
gskeaazeicanet, da2 sie als Hpoxid 

Triglyc idyliso cyanur at (TGIC), 

Tetraglycidyl-Diaaino-Diphenylmethaaa (TGDDM ) , 
Tetraglycidyi-Diamino-Diphenylsulfone tTGDDS ) odar 
Triglycidylaminopheaole ( TGAP ) 

odar Mischungen aindesteas zveiar diesar epoxide in Verbi 
dung niit f olgenden aromat is chea oder ae-erccycliscaea 
Aaiaaartem : 

2, 6-Triamino- 1 , 3, 5-triazin CMeiamin), 
Diamino-Biphenyimet aaae (DEM) , 
Diamino-Diphenylsulf one (DDS ) , 

Amino phenolat her bzv. Aminophenola (AP) odar 
Phenylen-Diamine (PhD) 

odar Mi sc hung an die ser Hart ar entha.lt en . 
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Z. 2?czidiar s /Har-: ar-Somb iaat io2 nach Anspr^cb. ■ , dadnrch. 
gskenazaiehnet , da 3 100 Spoxid-Aqui Talent e der Har:- 
kompoaaate ait 50 - 100 E-Aqui-raleat en dar Earterkcnipo- 
nente gemischt sind. 

3. Verveadusg der im Anspruch 1 gen a an- en 3poxidhar z / 
Har-er-Somoinat ionen far Telle, die eiaem Methanol- 
bzv. Athanci-SraftSoof f- oder Methanol- bzv. Athanol- 
Sraftstof f -wasser-Gemiseh sovie einen Xotcrol bei Temper a 
■cur en > 130°C ausgssetst verden - 

L . 7erireaduag nach Anspruch 3, geiennzaich.net , durea den 
2iasatz in Lacisysteaea^ als Bindeaittel fur PreSmassen- 
teile; als 3indesii^ t el fur Xohleb'lr s t en ; als Matrix fur 
•Telle aus gerichtetaci Sndlosfaseru. 

5. Vervendung nach Anspruch k, dadurch gekennzeicnnet , 
da3 die Lacksyst erne aus Schmeizlackea , gelosten Lackaa 
oder aus Pulverlacken "bzv. Wirbels int erpulvern best ehea . 

6. 7ervendung nach Anspruch k , dadurch gekennzeicnnet, 
da3 die ?re3massenteile Surzfasera aus Glas Oder Kohlen- 
st off enthalt en. . 

T. V erven dung nach Anspruch k , dadurch gekennzeichnet , 
da3 die gerichteten Sndlosfasern aus Rovings oder Ge- 
veben vcn Glasfasern oder Xohlefasern hestehen. 
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-» See supplement, sheet 3 



s In this International application as follows: 



1.[~t As an required additional search 
of the International application. 

_Q As only some of the required 
those claims of the International 



fee* were timely paid by the applicant, this International search report 



search fees were timely paid by the applicant, this 
for which fee* were paid, specifically claims: 



t only 



3J5<3 No required additional search fee* were timely paid by the applicant Consequently, this 
the invention first mentioned In the claims; it Is covered by daim numbers: 

1 -7 

* V1 As all searchable daims could be searched without effort justify inp; an additional fee, the 
— Invite payment of any additional fee. 

Rom ark on Protest 

[ \ The additional search fees were accompanied by applicant's protest. 

| | No protest accompanied the payment of additional search fee*. 

Form PCT,1SA/21Q (supplemental sheet (2)) (October 1981) 



International search report is restricted to 



International Searching Authority did not 



International Application No. PCT/DE8 4/00146 



III. DOCUMENTS CONSID 


ERE 


D TO 


BB RELEVANT (CONTINUED FROM THE SECOND SHEET) ~3~ 


Category' 


Citation of Do 


•cunt 


lent, ™ 


wlth indication, where appropriate, of the relevant psssaoea vt 


| Relevant to Claim No 19 




-Claims 


1 


-7: 


Triglycidylisocyanurate + 
melamine 






-Claims 




-7 i 


Triglycidylisocyanurate. + 
diaminodiphenylme thane or 
diaminodiphenylsulfone or 
phenyl endiamine 






-Claims 


1 


-7: 


Triglycidylisocyanurate + 
aminophenol ether respect, 
aminophenol 






-Claims 


1 


-7: 


Tetraglycidyldiaminodiphenyl- 
methane or tetraglycidyldiami- 
nodiphenyle + melamine 
Tetraglycidyldiaminodiphenyl- 
sulf one 






-Claims 


1 


-7: 


Tetraglycidyldiaminodiphenyl- 
sulfone + Diaminodiphenyl- 
methane or- diaminodiphenyl- 
sulfone or phenylendiamine 






-Claims 


1- 


-7: 


Tetraglycidyldiaminodiphenyl- 
sulfone + aminophenolether 
respect, aminophenol 






-Claims 


1- 


-7: 


Triglycidylaminiphenol + 
melamine 






-Claims 


1- 


-7: 


Triglycidylaminophenol + diami- 
nodiphenylmethane or diamino- 
diphenylsuf one or phenylen- 
diamine 






-Claims 


1- 


•7: 


Triglycidylaminophenol + 
aminophenolether respect, 
aminophenol 
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INTERNATIONALER RECHERCHENBERICHT 

Internationales Aktenze.chen PCT/DE 84/00146 



». KLASS1FIKATION OES ANMELDUNGSGEGSNSTANDS tbe» mehreren Klassihkattonssyrnboien Sind atle anzugeben) J 



Naen tier mternationalen Patentklassifikation (IPC) odor nach der nationalen Klassifikation unci der tPC 



C 08 G 59/32; C 08 G 59/50 



II. RECHERCHIERTE SACHGEBlETE 



Recherchierter MindestprufstoH 4 



Klassifikationssystem 



Klassihkationssymboie 



C 08 G 



Reehercniertemcht zum Mmdestprufstoff genorende Veroffemiicnungen. soweit dtese 
unterdie recherchierten Sachgebiete fallen^ 



111. EINSCHLAGIGE VEROFFENTLJCHUNGEN 1 



Kennzeichnung der Verof fenthchong. soweit erforderiicn unter Angabe der Ma.lg&oMchen Tails' 



FR, A, 2158302 (SIEMENS) 15. Juni 1973, 

siehe Patentanspruche; Seite 2, Zeilen 
19,20 

FR, A, 1544582 (HENKEL) 31. Oktober 1968, 
siehe Zusammenf assung; Seite 1 , rechte 
Spalte, 3. Absatz; Beispiel 1 

DE, A, 2033626 (CIBA) 14. Januar 1971, 
siehe Patentanspruche 

US, A, 2951825 (N.H. REINKING) 6. 

September 1960, siehe Patentanspruche; 
Spalte 4, Zeilen 16-28 



1-7 



1-7 



1-7 



1-7 



" Besondere Kategonen von angegebenen Veroffentlichungen'-: 
A Veroffenfkchung. die den allgemeinen Stand der Technik 
delintert. aber nicht als besonders bedeutsam anzusehen ist 



L " Veroffentlichung.diegeeignetist.einen Pnonlatsanspruch 
zweifeihaft erschemen zu lassen. Oder durch die das Ver- 
offenthchungsdatum etner anderen im Recberchen bench! 
genannten Verof fentlichung beiegt werden soil Oder dse aus 
einem anderen besonderen Grund angegeben ist (wie aus- 
gefuhrt) 

O*' Veroffentlichung.diesich auf eine mundliche Off enbarung. 
eine Benutzung. eine Ausstellung Oder andere Mafinahmen 



"P" Veroffenthchung. die vor dem mternationalen Anmeldeda- 
tum. aber nach dem beanspruchten Priontatsdaium ver- 
olfentlicnt worden ist 



Spatere Verof*en:uchung_ die nach dem mternationalen An- 
meldedatum oce>- dem Pnontatsdatum veroffentltcht wor- 
den ist und m-t aer Anmeiaung nicnt kollidiert. sondern nur 
zum Verstanoms des der Erfmdung zugrundeliegenden 
Pnnztps oaer der mr zugrunde»iegenden Theone angege- 
ben ist 

Veroffentlichung von besonderer Bedeutung: die bean- 
spruchte Erfmdung kann mchi als neu Oder aut erfmde- 
nscher Tatigkeit oeruhend betracntet werden 
Veroffenthchung von besonderer Bedeutung: die bean- 
spruchte Erfmdung kann mcht als aul erftndenscher Tatig- 
keit beruheno betrachtet werden. wenn die verof fentlichung 
mit emer Oder menreren anderen Veroffentltchungen die- 
ser Kategore in Verbindung gebracht w»rd und diese Ver- 
bindung fur amen Fachmann naheliegend ist 
Veroffentuchung. die Mitglied derseiben Patenttamilie ist 



IV.BESCHEINIGUNG 




Datum des Abschiussesder mternationalen Reche'-->e- 

9. Oktober 1984. 



Absendedatum des m:ernationafen Reonerc ehbenchts* 



2 5 JAN, 1985 



Internationale Recherchenbehorde 
EUROPAISCHES PATENTAMT 



Unterschrift des bevonmachtigten BedjensJ 
G.L 



Formoiatt PCT,ISAr*2l0l8lait2)(Ok(ober 19811 



Internationales Aktenzeichen PCT/DE 84/00146 

WEITEHE ANGABEN 2U BLATT 2 



V. □ BEMEBKUNCEN ZU DEN ANSPBuCHEN. PIE SICH ALS N1CHT RECHERCHIERBAR EHWfESSN HA8EN w 

GemaQ Artiket 17 Absatz 2 Buchstabe a sind bestimmte Anspruche aus folgenden Griinden mcht Gegenstand der intemationalen 
Recherche gewesen: 

T. □ Anspruche Nr. „ weil sie sich auf Gegenstande u beziehen. diezu recherchieren die Behdrde nichtverpllichtetist namlich 



2- D Anspruche Nr. weilsie sich auf Teile der intemationalen Anmeldung beziehen. die den vorgescTtriebenen Anforderungen 

so wenig entsprechen. daB eine sinnvolle Internationale Recherche nicht durchgefuhrt werden kann' 3 . namlich 



VI. S BEMEHKUNGEN BEI MANGELNDER Ej NHEITU CH KBT DER ERRNDUNG" 

Die Internationale Recherchenbehorde hat festgesteltt. dafl diese Internationale Anmeldung mehrere Erf indungen entha.lt: 

- Siehe Ergarisungsbogen 3 



1- Q OaderAnmelderaireertorderlichen zusatzlichen Recherchengebuhren rechtzeitig entrichtet hat. erstreckt sich der Internationale 
Recherchenbericht auf alle recherchierbaren Anspruche der intemationalen Anmeldung. 

2. □ OaderAnmelder nureinige der erforderlichen 2usatztichen Recherchengebuhren rechtzeitig entrichtet hat erstreckt sich der Inter- 
nationale Recherchenbericht nur auf die Anspruche der intemationalen. Anmeldung. lur die Gebuhren gezahltwordensmd. namlich 



3. SOer An melderhatdie erforderlichen zusatzlichen Recherchengebuhren mcht rechtzeitig entrichtet. Der Internationale Recherchen- 
bericht beschranktsich daher auf die tn den Anspruchen zuerst erwahnte Erf indung; sie ist in folgenden Anspruchen eriaBt: 

1-7- 

+• D Da fur alte recherchierbaren Anspruche erne Recherche ohne emen Arbeitsaufwand durchgefuhrt werden konnte. der eine zusatz- 

liche Recherchengebuhr gerechtfertigt hatte. hat die Internationale Recherchenoehorde eine solche Genuhr mcht verlangt. 
Bemerkung htnsichtlrch eines WidersprucMs 

□ Die zusatzlichen Gebuhren wurden vom Anmelder unter Widerspruch gezahlt. 
Q Die Zahtung zusatzlicher Gebuhren erfolgte ohne Widerspruch. 



FormblattPCT/ISA/210 (Erganzungsbogen2) (Oktober 1981) 



Internationales Antenzeicnen PCT/D2 84/00146 



weitere angasen zu blatt PCT/ISA/210 (Erganzungsbogen 2) 



- Patentanspruche 1-7 : Triclycidylisocyanurat + relamia 

- Patentanspruche 1-7 : Irielycidylisocyanurat + dianiinodiphenylmsthan Oder 

~ ~ diaminodiphenylsuiron Oder 

phenylendiamin 

- Patentanspruche 1-7 : Triglycidylisocyanurat + aminopheno lather bzw. 

aniinophenol 

- Patentanspruche 1-7 : Tetra^lycidyldaatnincdipLT-iyirretnan Oder 

" ~ Tetraglycidyldiaminodiphenyl + nelamin 

Tetraglycidyldiaminodiphenylsulfon 

- Patentanspruche 1-7 : Tetraglycidyldiarnincdiphenylsulfon + diarninodiphenyl- 

• . methan 
Oder 

diaminodiphenyl- 
sulfon 

Oder 

phenylendiamin 

- Patentanspruche 1-7 : Tetraglycidyldiaminodiphenylsulfon + aminophenol- 

_ ather 

bzw. arainophenol 

- Patentanspruche 1-7 : ^iglycidylaiirLnophenole 4- Melamine 

- Patentanspruche 1-7 : Triglycidylaminophenole + diarnincdlphenylnaethan oder 

diaminodiphenylsulfon oder 
phenylendiamin 

- Patentanspruche 1-7 : Triglycidylamincphenole + aminopheno lather bzw. 

aminopheno le 
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